142    DETERMINATION OF TANTALUM AND TUNGSTEN

Tungsten in Mixture No. 2
Added                                                            Found

0.0170 gram W

0.0174 gram W

Tantalum in Mixture No. 2

0.6300 gram Ta

0.6270 gram Ta
0.6280 gram Ta

Tungsten in Mixture No. 8
0.0085 gram W                                0.0095 gram W

Tantalum in Mixture No. 3

0.6300 gram Ta                               0.6210 gram Ta

0.6260 gramTa

MIXTURE W AND TA ORES
Mixture No. 1

0.250 gram tantalum ore of 75.0 per cent Ta20s
Recovery of Ta20s from Mixture No. 1

0.1875 grams Ta206 added
0.1900 grams Ta206 found
0.1900 grams Ta2O6 found

0.750 gram tungsten ore of 68.0 per cent WOs
Recovery of W03 from Mixture No. 1.

0.5100 grams W03 added
0.5105 grams W03 found
0.5158 grams W03 found

Mixture No. 2
0.750 gram tantalum ore of 75.0 per cent
Recovery of Ta205 from Mixture No. 2
0.5700 grams Ta205 added    '
0.5800 grams Ta205 found
0.5700 grams Ta205 found
0.250 gram tungsten ore of 68.0 per cent WOs
Recovery of W03 from Mixture No. 2
0.1700 grams W03 added
0.1700 grams W03 found
0.1720 grams W03 found